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AB gliding materials are prepd. from blast-furnace slag, 
fly ash, silicate, and 11-13 wt . % paper industry waste 

contg. cellulose and lignin. The main components of the building material 
are.Si02, A1203, and Fe203 . A suitable compn. contains K silicate 47, 
. slag 21, fly ash 21, and paper industry waste 

ll'wt.%. The materials have tensile strength 106-120 kg/cm2, shear 
resistance 192-260 kg/cm2, and porosity 28-33%. The products can be used 
for thermal and sound insulators . 
ST slag ash silicate insulator; sound insulator waste materials- 
thermal insulator waste material 
IT Sound insulators 

Thermal insulators 

(potassium silicate, contg. blast-furnace slags and 
fly ash and waste paper) 


